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polisher requires to run at a speed much short of that of
the stone or the glazer. Whatever may be its diameter,
the surface must not move at a rate exceeding 70 or 80
feet in a second."

CRAYONS.

These " coloured chalks/' as they are sometimes called,
are prepared from pipeclay, or China clay, with the addi-
tion of certain mineral or metallic pigments. In Paris
crayons are prepared from the following mixture: Shellac,
6 parts; spirit of wine, 4 parts; turpentine, 2 parts; colouring
powder, as vermilion, Prussian blue, orpiment, etc., 12
parts; blue clay, 12 parts. . The clay is well mixed up with
water, and after allowing it to stand for a few seconds, the
liqiior holding the finest particles in suspension is poured
off, and this is allowed to settle. The clear water is after-
wards poured off, and the pasty mass carefully dried. The
shellac, after being dissolved in the spirit of wine, is to be
incorporated with the dried clay, colouring powder, and
the turpentine, until the whole assumes the consistence of
putty. The careful mixing of the ingredients is of great
importance, in order to ensure uniformity. When the
mixture is complete, the mass is pressed into suitable
moulds to give* the .crayons the proper form, after which
they are carefully and gradually dried in a stove or oven.

Bright red crayons may be made by reducing red hematite
(native peroxide of iron) to a fine powder, and separating
the finer particles by washing, as above. The resulting
red mass is then to be made into a thick paste with gum-
arabic and a little curd or Castile soap, and is afterwards
moulded by forcing it through a syringe, and then dried